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Amendments to the Claims: 



This listing of claims will replace all prior versions, and listings, of claims in the 
application: 



Listing of claims: 

1.-3. (Canceled) 

4. (Previously presented) A method of manufacturing a separator for a fuel cell 
comprising: 

preparing a raw material by mixing a carbon, an epoxy resin and a phenolic 
resin, wherein said phenolic resin is different from said epoxy resin; 
charging the raw material into a predetermined mold; and 
heat press forming the raw material charged into the mold, 
wherein the epoxy resin comprises a glycidylamine epoxy resin. 



5.-8. (Canceled) 

9. (Previously presented) A method of manufacturing a separator for a fuel cell 
comprising: 

preparing a raw material by mixing a carbon, an epoxy resin and a phenolic 
resin, wherein said phenolic resin is different from said epoxy resin; 
charging the raw material into a predetermined mold; and 
heat press forming the raw material charged into the mold; 
wherein the step of preparing the raw material includes the substeps of: 
forming the raw material into a slurry; and 

preparing a powder having an average particle size ranging from 50 to 
150 urn and a particle size distribution ranging from 50 to 300 urn by spraying 
and drying the slurry for granulation. 
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10.-21. (Canceled) 
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